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16. (new) The decorated glass ceramic or glass article as defined in claim 14, 
wherein said at least one special-effect pigment has a composition, in percent by 
weight, comprising 52 - 66, Si0 2 ; 32 - 42, said Ti0 2 ; 1 - 5, Sn0 2 ; and 0 - 3, Zr0 2 . 

17. (new) The decorated glass ceramic or glass article as defined in claim 14, 
wherein said particles of said dry free-flowing powder have a particle size 
distribution in which d10 is from 6 to 10 \im; d50 is 16 to 21 ^m; and d90 is 32 to 
40 \xm. 

18. (new) The decorated glass ceramic or glass article as defined in claim 13, 
wherein said at least one special-effect pigment is a dry free-flowing powder with 
a composition, in percent by weight, comprising 59.0, Si0 2 ; 36.7, Ti0 2 ; 2.7, 
Sn0 2 ; and 1 .6, Zr0 2 ; said dry free-flowing powder consists of particles, and more 
than 80 % of said particles are in a size range of from 5 to 40 j^m. 

19. (new) The decorated glass ceramic or glass article as defined in claim 13, 
wherein said silicate melt comprises a glass flux and said glass flux has a 
composition, in percent by weight, comprising: 
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20. (new) The decorated glass ceramic or glass article as defined in claim 13, 
wherein said glass flux comprises fillers and/or colored pigments. 

21 . (new) The decorated glass ceramic or glass article as defined in claim 13, 
wherein said colorant is applied to said glass ceramic or said glass body by 
screen printing. 

22. (new) The decorated glass ceramic or glass article as defined in claim 13, 
constituting a cooking surface of a cooking area with said colorant on a topside of 
the cooking surface. 
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